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[Table One:] 
[Abstract:] Reports Assay Test Coins for June .83. 909 


No. 98. 

Treasury Department, 
Bureau of the Mint, 
Washington, D.C., 
September 3, 1883 


Assayer’s Report of Test Coins, issued at the Mint of the U.S. at Philadelphia, in June, 1883. 
























































Denomination. Weight. Weight. Fineness. Fineness. 
Grains. Dec. Gold. Silver. 

Double Eagle 
Eagle Del. 1 257 91 899.9 4. 
Half Eagle 
Std. Dollars 413 40 Trace 899.1 
St. D. 411 82 - 899.7 
Sta. Dollar 412 38 - 899 3 
Standard Dollar 412 98 - 899.2 
Std. Dollar 412 62 - 899.5 
Quarter Dollar 
Dime 

W.P. Lawver 

Assayer. 
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[Table Two:] 

No. 98. 

Treasury Department, 
Bureau of the Mint, 
Washington, D.C., 
September 3, 1883 


Assayer’s Report of Test Coins, issued at the Mint of the U.S. at Philadelphia, in June, 1883. 



























































Denomination. Weight. Weight. Fineness. Fineness. 
Grains. Dec. Gold. Silver. 
Dime 38 48 Trace 899.3 
Dec-June 14/83 38 28 - 899.6 
38 58 - 900.4 
38 83 - 900.4 
38 a3 - 900.4 
38 48 - 900. 
38 25 - 899.8 
38 43 - 899.6 
38 48 - 900.4 
39 18 - 900. 
Mixture 899.6 
W.P. Lawver 
Assayer. 
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[Table Three: ] 

No. 98. 

Treasury Department, 
Bureau of the Mint, 
Washington, D.C., 
September 3, 1883 


Assayer’s Report of Test Coins, issued at the Mint of the U.S. at Philadelphia, in June, 1883. 



























































Denomination. Weight. Weight. Fineness. Fineness. 
Grains. Dec. Gold. Silver. 
Dime 38 78 Trace 899.6 
Dec-June 21/83 38 18 - 899.6 
38 55 - 900.4 
38 13 - 899.6 
38 36 - 900.4 
38 58 - 899.6 
38 13 - 899.6 
| 93 - 899.6 
38 48 - 899.6 
38 68 - 900.2 
Mixture 899.6 
W.P. Lawver 
Assayer. 
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